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@) Verbundschichtplatten oder -folien und Formkorper daraus 

@ Die Verbundschichtplatte oder -folie umfafct 

(1) eine Substratschicht, enthaltend, bezogen auf die 
Summe der Mengen der Komponenten A und B, und ggf. 
C und/oder D, die insgesamt 100 Gew.-% ergibt, 

a 1-99 Gew.-% eines Pfropfcopolymerisats mit einer 
Pfropfgrundlage auf Basis eines C^g-Alkylesters der 
Acrylsaure als Komponente A, 

b 1-99 Gew.-% eines Copolymerisats als Komponente B, 
c 0-80 Gew.-% Polycarbonate als Komponente C, und 
d 0-50 Gew.-% faser- oder teilchenformige Fullstoffe oder 
deren Gemische als Komponente D, 
und 

(3) eine Deckschicht aus Poly methyl methacrylat. 
Vorzugsweise liegt zusatzlich zwischen der Deck- und der 
Substratschicht 

(2) eine Zwischenschicht aus schlagzahmodifiziertem Po- 
, lymethylmethacrylat, Polycarbonat oder einer Formmas- 

se der Komponente (1) ohne Polycarbonat, wenn Kompo- 
, nente (1) Polycarbonat enthalt, vor. 
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i 100 Gew.-% crgeben. aufgebaui. 

Komponcnic A isi cin Pfropfcopolymcrisai aus 
al I 99 Gew.-OL vor/ugswcisc 55 80 Gew.-%, ins bcsondcre 55 65 Gew.-%, cincr teilchenformigen Pfropfgrundlage 
A Lmii cincr Glasuhergangsiemperatur unlcrhalb von ()"(.'. 

a2 1 99 Gew.-%. vor/ugswcisc 20 45 Gew.-%. insbcsondcrc 35 45 Gew.-'# , cincr Pfropfaullage A 2 aus den Monomc- 
rcn. bc/.ogen auf A 2, 

a21 40 100Gew.-%, vorzugsweise 65 85Gcw.-'#. Hinheiien des Slyrols, cincs subsiiiuicncn Siyrols oclcr cincs 
(Melh)ucrylsaureeslers oclcr dcrcn Gcniischc, insbcsondcrc des Slyrols und/odcr fx-Melhylslvrols als Komponcnic A21 
und 

a22 bis 60 Gew.-%, vor/ugswcisc 15 35Gew.-0?, Hinheiien des Acrylniirils odcr Mcihacrylnilrils, insbcsondcrc des 
Acrylniirils als Komponcnic A22. 

Die Pfropfaullage A2 bcsichi dabci aus niindcsicns cincr Pl'ropfhullc, wobci das Pfropfcopolymcrisai A insgcsarnl 
cine mill Icrc TeilchengroBe von 50 1000 nmaufweisi. 

Komponcnic Al bcsicht dabci aus den Mononieren 
al 1 80 99,99 Gcw.-%, vor/ugswcisc 95 99,9 Gew.-%, niindcsicns cincs C, 8 -Alkyleslcrs dcr Acrylsaure, vor/ugswcisc 
n-Buiylacrylal un(i/oder Vilhylhexylaerylat als Komponcnic All, 

at 2 0,01 20Gew.-%, vor/ugswcisc 0,1 5,0 Gew.-%. niindcsicns cincs polyfunklionellen vernci/cndcn Mononieren, 
vor/ugswcisc Diall vlphihalai und/odcr DCPA als Komponcnic A 12. 

Gemati cincr Ausruhrungsfonn der Hrlindung bei nig I die minlerc TeilchengroBe dcr Komponcnic A 50 800 nm. vor- 
zugsweise 50 600 nm. 

GeniaB cincr weilercn eriindungsgemaBen Ausfuhrungsform isi die TeilchengroBenverieilung dcr Komponcnic A bi- 
modal. wobci 60 90 Gcw.-% cine minlerc TeilchengroBe von 50 200 nm und 10 40 Gew.-% cine minlerc Teilchen- 
groBe von 50 400 nm aut'weiscn. bc/ogen auTdas Gesamigewichl dcr Komponcnic A. 

Als minlerc 'TeilchengroBe b/w. TeilchengroBenverieilung werden die aus dcr inlegralcn Massenvcrieilung besiimm- 
len GroBcn angegeben. Bei den eriindungsgemaBen milileren TeilehengroBen handcli cs sich in alien Fallen um das. Ge- 
wichismilicl dcr leilchengroBen, wie sic miiiels cincr analyiisehen Ulirazenirifuge enisprechcnd dcr Meihode von W. 
Schollan und IT. Lange, Kolioid-Z. und /.-Polymerc 250 (1972), Seilen 782 7967 besiimmi wurden. Die Ullrazenirifu- 
genmessung lieTcn die integralc Massenvcrieilung des Teilchendurchmessers cincr Probe. Iheraus laBi sich cnlnehmen, 
wicvicl Gewichlspro/cnt dcr Teilchen cinen Durchmcsscr gleich odcr klciner cincr besiimmlen GroBe haben. Dcr min- 
lerc 'Tcilchcndurchmcsser, dcr auch als d 50 -Weri dcr inlegralcn Massenvcrieilung be/cichncl wird, isi dabci als dcr Tcil- 
chendurchmesser dehnieri, bei dem 50 Gew.-% dcr Teilchen cinen kicinercn Durchmcsscr haben als dcr Durchmcsscr. 
dem dem d 50 -Wcri enlsprichi. libenso haben dann 50Gcw.-% dcr Teilchen cinen groBeren Durchmcsscr als dcr d 5() - 
Wcrl. /ur Charaklerisierung dcr Brciic dcr 'TeilchengroBenverieilung dcr Kaulsehukleilchen werden neben dem d 50 -Wert 
( milllcrer Tcilchcndurchmcsser) die sich aus tier inlegralcn Massenvcrieilung ergebenden d, 0 - und d 9(r Werie hcrangczo- 
gcn. Dcr d, 0 - b/w. d yo -Werl dcr inlegralcn Massenvcrieilung isi dabci enisprechcnd dem d 50 -Werl dclinicrl mil dem Un- 
lerschied. daB sic auT 10 b/w. 90 Gew.-% dcr 'Teilchen be/ogen sind. Dcr Quolienl 




stelll cin MaB fur die Verlcilungsbreile dcr 'TeilchengroBe dar. Als Komponcnic A crlindungsgcmaB vcrwendbarc Hmul- 
sionspolymerisaic A weiscn vor/ugswcisc Q-Wcrle kleincr als 0,5, insbcsondcrc kiciner als 0.35 auf. 

Bei den Acrylatkautschukcn Al handcli cs sich vor/ugswcisc um Alkvlacrylal-Kautschukc aus einem odcr mchreren 
C| 8 -Alkvlacrylaien, vor/ugswcisc C 4 8 -Alkylaervialen, wobci bevor/ugl niindcsicns leilweisc Butyl-, Hexyk Ocivl- 
oder 2-Iilhylhexylacrylal, insbcsondcrc n-Buiyl- und 2-lilhylhexylaerylal, vcrwcndcl wird. Dicsc Alkvlacrvlal-Kau- 
isehuke konncn bis zu 30Gew.-% haric Poly mere bildende Monomerc, wie Vinvlaeeiai, ( Melhjacrylnilril, Slvrol. sub- 
siiiuicrics Slvrol. Meihylnielhacrvlal. Vinylcihcr, cinpolymcrisicri cnihalicn. 

Die Acrylalkauischukc cnihalicn wciierhin 0,01 20 Gew.-%, vor/ugswcisc 0,1 5 Gew.-'/f , an vernelzend wirkenden, 
polyfunklionellen Mononieren ( Vcrnelzungsmonomere). Beispiele hiertur sind Mononiere, die 2 odcr mchr zurCopoly- 
merisaiion bctahiglc Doppelbindungcn cnihalicn, die vor/ugswcisc nichl in den 1 ,3-Stellungen konjugierl sind. 

Geeignele Vcrncl/ungsmonomere sind bcispielsweisc Divinylbenzol, Diallylmaleal, Diullylfuinaral, Diallvlphihalal, 
Diethyl phi halal. Trial lylcyanurai. Trial lylisocyanurai, Tricyclodeceny lacry lal, Dihydrodicyclopenladienvlacrylal, Trial - 
lylphosphai, Allylacry lal, Allylmelhacrylai. Als besonders gunstiges Vernei/ungsmonomer hai sich Dicvclopcniadicnvi- 
acrylat (DCPA.) erwiescn (vgl. Dli-PC 12 60 135). 

Bei dcr Komponcnic A handcli cs sich um cin Pfropfcopolymcrisai. Die Pfropfcopolymerisale A haben dabci cine 
minlerc 'TeilchengroBe d 50 von 50 1000 nm, bevor/ugl von 50 800 nm und besonders bevor/ugl von 50 600 nm. Dicsc 
'leilchengroBen konncn erziell werden. wenn man als Pfropfgrundlage Al diescr Komponcnic A 'leilchengroBen von 
50 350 nm, bevor/ugl von 50 300 nm und besonders bevor/ugl von 50 250 nm vcrwcndcl. 

Das Pfropfcopolymcrisai A isi im allgemcinen cin- odcr mchrsiulig, d. h. cin aus eincm Kern und cincr odcr mchreren 
TUillen auTgebauies Polymerisai. Das Polynierisat besiehl aus cincr Grundslufe (Pfropfkern.) Al und cincr odcr hevor- 
zugt mchreren darauf gepTropfien Si lit en A2 (Pfropfaullage), den sogenannicn Pfropfslufen odcr Pfropfluillen. 

Durch einfache PTropfung odcr mchrl'achc schriitweise Pfropfung konncn cine odcr mehrcre Pfropfhiillcn auf die Kau- 
lsehukleilchen auTgebrachi werden. wobci jedc Pfropfhiille cine andere /usammcnsei/ung haben kann. /usaizlich zu 
den pfropfenden Mononieren konncn polyfunkiioncllc vcrncizendc odcr rcakiive Gruppcn enlhaliende Monomerc mil 
aufgepfropfl werden (s. /. B. HP-A 230 282, DH-AS 36 01 419. HP- A 269 861 ). 

Tn cincr bevor/ugien Ausfuhrungsform bcsichi Komponcnic A aus eincm mchrsiulig aufgebaulen Pfropfcopolvmcri- 
sal, wobci die Pfropfsiufen im allgemcinen aus har/bildendcn Mononieren hergcsielh sind und cine Glaslempcralur '[^ 
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Copolynie.risal. Dcr Anicil des Pfropfcopolymerisais A in dcni bci dor Pfropfcopolymerisaiion erhaltenen Polymerisati- 
onsproduki wird nach dcrobon angegebenen Mclhode ermilleli. 

Bei dcr TTcrslcllung der Pfropfcopolynicrisale A nach dcni Hmulsionsverfahren sind neben den gegehenen verfahrens- 
leohnischen Vbrieilen auch reprodu/icrbare Tcilchcngrdttcnvcrandcrungcn moglich. beispielsweise durch zumindesi leil- 
weisc AgglOnioraiion dcr Teilchen /u groBeren Teilchen. Dies bcdcuici, daB in den Pfropfcopolynierisalen A auch Poly- 5 
mere mil unierschiedlichen TeilchengroBen vorliegen konnen. 

Vorallcnidic Komponenie A aus Pfropfgrundlage und Pfropfhullc(n) kann Itir den jeweiligen Verwendungs/. week op- 
tima! angepaBl werden, insbesondere in be/ug aufdic TeilehengroBe. 

Die Plropfcopolymerisale A enihallen im allgemeinen 1 99Gew.-%, bevor/ugl 55 80 und besonders bevor/ugl 
55 65 Gew.-% Pfropfgrundlage Al und \ 99 Gew.-';*.. bevor/ugl 20 45. besonders hevor/ugt 35 45 Gew.-'/r dcr io 
Pfropfaullage A2. jeweils be/ogen aul'das gesaruie Pfropfcopolvmerisal. 

KOMPONIiNTli B 

Komponenie B isl ein Copolvmerisal aus 15 
bl 40 10()Gew.-%\ vor/ugsweise 60 85 Gew.-%, Hinheilen des Slyrois, eines substiiuierien Siyrols oder eines 
(Melh)aerylsaiireesiers oder deren Gemische, insbesondere des Slyrois und/oder a- Me thy I siyrols als Komponenie Bl, 
b2 bis 60Gew.-%, vor/.ugsweise 15 40Gcw,-%, liinheilcn des Acrylnitrils oder Meihacrvlniirils, insbesondere des 
Acrylniirils als Komponenie B2. 

GemiiB einer bevor/ugien Ausfuhrungsform dcr lirlindung beiriigl die Viskosiials/ahl der Komponenie B 50 90, vor- 20 
/ugsweise 60 80. 

Vor/.ugsweise isl Komponenie B ein amorphics Polymerisai, wie cs vorstehend als Pfropfaullage A2 beschrieben isl. 
GemaB einer Ausfuhrungsform der lirlindung wird als Komponenie B ein Copolymerisal von Slyrol und/oder a- Mel hyl- 
siyrol mil Acryinilril vcrwendei. Der Acrylnilrilgehall in diesen Copolymerisaicn der Komponenie B beiriigl dabei 
0 60Gew.-%, vor/.ugsweise 15 40 Gew.-%, be/ogen aul'das Gesanilgewichl der Komponenie B. Yaw Komponenie B 25 
/allien auch die bci der Pfropfcopolymerisaiion /ur TTcrslcllung dcr Komponenie A enislehenden freien. niehl gepfropf- 
len Slyrol/Acrylnhril-Copolymerisaie. Jc nach den bci dcr Pfropfcopolymerisaiion fur die TTcrslcllung des Plroplcopo- 
lymerisais A gewahllen Bedtngungen kann es moglich sein.daB bci der Pfropfcopolymerisaiion sehon ein hinreichender 
Anicil an Komponenie B gebildel worden isl. Im allgemeinen wird es jedoch erforderlich sein.die bci der PfropfcopoW- 
merisalion erhaltenen Produkie mil zusai/.liehcr, separai hergcstelher Komponenie B ab/umisehen. *o 

Bei diescr /usal/lichen, scparal hergesiellien Komponenie B kann es sich vor/.ugsweise urn ein Siyrol/Acrylnilril-Co- 
polymerisai, ein fX-Meihylslvrol/ Acrylniiril-Copolynierisal oder ein fX-Melhylstyrol/Slyrol/Aervinitril-'lerpolyruerisai 
handeln. Diese Copolyrnerisale konnen ein/eln oder auch als Gemisch fur die Komponenie B eingesei/i werden, so daB 
es sich bci der /usal/lichen, scparal hergesiellien Komponenie B beispielsweise urn ein Gemisch aus einem Slvrol/Aervl- 
nilril-Copolymerisal und einem a-IVTelhylsiyrol/Acrylniiril-Copolymerisai handeln kann. Tn dem 1 al L in dem die Kom- 
ponenie B aus einem Gemisch aus einem Sivrol/Acrylniiril-Copolymerisai und einem a-Meihylsiyrol/Acrylnilril-Copo- 
lymerisai beslehi, sol lie vor/.ugsweise der Acrylnitrilgehah der beiden Copolyrnerisale urn niehl niehr ais l()Gew.-%, 
vor/ugsweise niehl mehr als 5 Gew.-%, be/ogen aufdas (iesanugewichi des Copolvnierisals, voncinander abweiehen. 
Die Komponenie B kann jedoch auch nur aus einem ein/igen Siyrol/Acrvlniiril-Copolymerisat beslehen, wenn bci den 
Pfropfcopolvmerisal ionen /ur TTcrslcllung dcr Komponenie A als auch bci der TTcrslcllung der /usal/lichen, scparal her- 40 
gcsiellien Komponenie B von dem gleiehen Monomergeniisch aus Slyrol und Acryinilril ausgegangen wird. 

Die zusat/liche, scparal hergesieUte Koniponente B kann nach den herkdnun lichen Verfahren erhalien werden. So 
kann gemiiB einer Ausfuhrungsform der lirlindung die Copolymer! saiion des Slyrois und/oder cx-Melhvlsiyrols mil dcni 
Acryinilril in Masse, I.osung, Suspension oder waBriger limuision durehgcfuhrl werden. Die Komponenie B hal vor- 
/ugsvveisc cine Viskosiliiis/ahl von 40 bis 100, bevor/ugl 50 bis 90, insbesondere 60 bis 80. Die Beslimmung des Vis- 45 
kositals/ahl erlblgt dabei nach DIN 53 726, dabei werden 0,5 g Material in 100 ml Dimeihylformamid gelosl. 

Das Mischen der Komponenicn A und B und gegebenenialls (', D, kann nach jeder beliebigen Weise nach alien be- 
kannien Meihoden erfolgen. Wenn die Komponenicn A und B beispielsweise durch limulsionspolymerisaiion hergcsiellt 
worden sind, isl es moglich, die erhallenen Polvmerdispersionen mileinander /u vermisehen, darauf die Polymerisaic ge- 
meinsani aus/ufallcn und das Polymerisaigeniisch auf/uarbeiten. Vor/.ugsweise erlblgi jedoch das Abmischen der Kom- 50 
ponenien A und B durch gemeinsames l:\irudieren, Knelen oder Verwal/en der Komponenicn, vvobei die Komponenicn, 
so fern erforderlieh, zuvor aus der bci dcr Polynierisaiion erhallenen Losung oder waBrigen Dispersion isolien worden 
sind. Die in waBriger Dispersion erhaltenen Produkie der Pfropfeopolymerisation (Komponenie A ) konnen auch nur leil- 
weisc eniwiisseri werden und als leucine Kriimel mil der Komponenie B vermischi werden, wobei dann wahrend des 
Vermischens die vollsiiindige Trocknung der Pfropfcopolvmerisaie erlblgi. 55 

In einer bevor/.ugien Ausfuhrungsform enlhall die Komponenie (1; neben den Komponenicn A und B /usal/liche 
Komponenicn (' und/oder D. sowie ggf. weiiere Zusalzslolle, wie im folgenden beschrieben. 

KOMPONIiN'Hi C 

60 

Geeignele Polycarbonale C sind an sich bekannl. Sic haben vor/ugsweise ein Molekulargewichi (Gewichtsmiilclwcri 
M w , besiimmi miucls Cjelpermealionschromaiographie in Tclrahvdrofuran gegen Polvsiyrolstandards.) im Bcreich von 
10 000 bis 60 OOOg/mol. Sic sind /. B. enisprcehend den Verfahren der DH-B-13 00 266 durch Gren/llachenpolykon- 
densalion oder gemiiB dem Verfahren der Dli-A-14 95 730 durch Umscl/ung von Diphenylcarbonai mil Bisphenolcn er- 
halilich. Bevor/ugtes Bisphenol isl 2.2-Di(4-hvdroxvphcny I )propan, im allgemeinen wie auch im folgenden als Bis- 6f> 
phenol A be/eichnei. 

Anstellc von Bisphenol A konnen auch andere aromaiisehe Dihvdroxyverbindungcn vcrwendei werden, insbesondere 
2.2-Di(4-hydrosyphunyl')penlan. 2,6-Dihyiiroxynaphihalin, 4,4'-bihydroxydiphenylsuUan, 4,4'-Dihydroxydiphenylei- 
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' Das Misehen dcr /.. B. irockenen Komponcnicn kann nach alien bckannicn Mclhoden crfolgcn. Vorzugsweisc ge- 
schichl jedoch das Misehen durch gemoinsames lixtrudieren, Kncicn odcr Vcrwal/cn dcr Komponcnicn, bcvor/ugl bci 
Temperaiuren von 180 400°(\ wobei die Komponcnicn not wondigen fulls zuvoraus dcr bci dcr Polymerisation crhalic- 
neaLosung odcr aus dcr waBrigen Dispersion isolicri worden sind. 

Dabci konncn die Komponcnicn gemeinsam odcr gctrcnni/nacheinandcr cindosien werden. s 

Schichi (2) 

Schichi (2) isi cine Farbtrager- b/.w. /wischcnschichl. .Fine Ausfiihrungsform dcr lirlindung beiritVi eine*Vcrbund- 
schiehiplalle odcr -folic aus ciner wic vorsiehcnd beschriebenen Subsiraischiehi (1), Dcekschichl (3) und eincr da/wi- in 
schen licgenden '/wischen schichi (2), die aus schlagzahem PMMA, Polycarhonal odcr dcr vorsiehcnd beschriebenen 
Komponenle (\) aufgebaul isi,dic kcin Polycarhonal enthalt. solcrn die Subslraischicht ( 1 ) Polycarhonal enlhall. Wei sen 
sowohl Subsiraischiehi als auch /wischcnschichl cniweder Polycarhonal auf odcr sind polvcarbonatfrci, so licgi ein 
Zwei schichi aii Ibau vor. 

Die lirlindung belriffl auBcrdem Verbundschichiplaiicn odcr -folicn, umfassend 15 
cine Schichi aus schlagzahem PMMA, Polvcarbonai odcr dcr vorslchendcn Komponenle (1). und 
(3) cine Dcekschichl aus PMMA. Tn diesem I -all kann die Schichi (2') die gleichen Komponcnicn wic die /wischcn- 
schichl (2) aufweisen. Zusaizlieh kann sic auch dcr Komponenle ( 1 ) entspreehen, die Polycarhonal enlhall. 

Wird Polycarhonal als /wischcnschichl (2) odcr als Schichi (2') vcrwendei, so kann (ias unicr Komponenle (1), Kom- 
ponenle C bcschricbenc Polycarhonal eingesel/l werden. 20 

Schlagzahes PMMA (high impact PMMA: TU-PMMA) isl ein Polymethylnielhacrylal, das durch gecigneie /usaize 
sehlagzah ausgeriistet isl. Gecigneie sehlagzahmodilizierie PMMA sind bcispielswcise beschricben von M. Stickler. T. 
Rhein in Ullmann's encyclopedia of industrial chemistry Vol. A21. Seilen 473 486. VC/IT Publishers Weinheim, 1992, 
und TT. Domininghaus, Die KunslslolVe und ihre Higenschaflen, VDi-Vcrlag Diisseldorf. 1992. Die /wischcnschichl (2) 
odcr die Schichi (2') kann farbgebende StolVe cnthallcn. Dies sind bcispielswcise FarbslolVe odcr Pigmenic. Dabci kon- 25 
nen die Farbstoffe odcr Pigmenic organische odcr anorganischc Verbindungcn sein. 

Schichi (3) 

Schichi (3) dcr erlindungsgcmaBen Verbundschichiplaiicn odcr -folicn isl cine Dcekschichl aus PMMA. Das vcrwen- JO 
dele PMMA hat vor/.ugsweise ein /ahlenmittel des Molekulargewichts von 40.000 bis 100.000. Beispiclc gceigneier 
PMMA-l'ormmassen sind Lticryl® G88 bzw. G87 dcr Resat/BASK sowie die in dcr FP-A2-0 225 500 beschriebenen 
Masse n. 

Die Schichldicke dcr vorslchendcn Verbundschichiplaiicn odcr -lolien belragt vorzugsweisc 100 mn bis 10 mm. Ver- 
bundschichiplaiicn weisen dabci besonders bcvorzugl cine Schichldicke von 3 bis 10 mm auf. Verbimdsehichl folicn wei- 35 
sen besonders bcvorzugl cine Schichldicke von 100 500 jum auf. 

Verbundschichiplaiicn aus ciner Subsiraischiehi ( 1 J, ciner /wischcnschichl (2) bzw. ciner Schichi (2') und ciner Dcek- 
schichl (3) weisen vorzugsweisc die folgcndcn Schichldieken auf: Subsiraischiehi (1)3 bis 9,5 mm. besonders bcvorzugl 
3 7 mm. insbesonderc 3 5 mm; /wischcnschichl (2) odcr Schichi (2') 50 bis 500 urn, besonders bcvorzugl 200 bis 
400 um; Dcekschichl (3) 5 300 mn, besonders bcvorzugl 20 100 um. fn ciner besonders bevorzugien Ausfuhrungsform 40 
hai die Subslraischicht (1) cine Dickc von 3 4 mm, die /wischcnschichl (2) bzw. Schichi (2') cine Dicke von 
200 300 um und die Dcekschichl (3.) cine Dicke von 30 70 um. 

Diesc Dreischichiplallc kann bcispielswcise aus eincr Verbundschichl folic mil 2 Schieht.cn (2') und (3) hergesteill wer- 
den, indem sic mil ciner Subsiraischiehi (1) verschen wird. Die TTerslellung kann nach dem nachsiehcnd beschriebenen 
Verfahrcn crfolgcn. Dazu isl cs vorieilhafl. daB das GroBenverhaltnis dcr MPI-Werte (meld How index: SchmelzlluBin- 45 
dex) dcr einzelnen Komponcnicn dcr Verbundschichiplaiicn odcr -folicn maximal 3 : 1. besonders bcvorzugl maximal 
2 : 1 bctragl. Somil bctragl dcr groBle MM- Wert eincr dcr Komponcnicn (i ), (2), (2'), (3), sofern sic in den^jeweiligen 
Verbundsehichtplaiten odcr -folicn vorlicgen. maximal das Dreilachc, besonders bcvorzugl maximal das Zweifache des 
niedrigstcn MIT-Weries. TTicrdurch wird ein gleichmaBiges FlieBverhallen aller in den Verbundschichtplaiicn odcr -fo- 
licn verwendetcn Komponcnicn sichergcslelli. Dieses aufeinander abgestimmte FlieBverhallen isl insbesonderc vorteil- 50 
haft bci den nachsiehcnd beschriebenen TTerstcl lungs verfahrcn. 

ITcrslcllvcrfahren dcr VcrbLindschichlplaiicn odcr -folicn 

Die erlindungsgcmaBen Vcrbundsehichiplatien odcr -folicn konncn durch Adapter- odcr Coextrusion dcr Komponcn- 55 
ten hergesteill werden. Dabci werden die einzelnen Komponcnicn in Fxtrudern llieBfahig gemachl und uber spezielle 
Vorrichtungen so miteinandcr in Koniakt gebrachi. daB die Verbundsehichtplaiten odcr -fohen mil der vorsiehcnd be- 
schriebenen Schichi folge rcsullieren. Bcispielswcise konncn die Komponcnicn durch cine Breiischlilzdusc coexlrudiert 
werden. Dieses Verfahrcn isl in der FP-A2-0 225 500 erlauiert. 

Xudeni konncn sic nach dem Adaptercoextrusionsvcrfahren hcrgeslelll werden, wic es im Tagungsband der Faehta- 60 
gung Fxtrusionstechnik "C'ouxirusion von Folicn", 879. Oktobcr 1996, VDf-Verlag Diisseldorf; insbesonderc Beiirag 
von Dr. Netze beschricben ist. Dieses wirtschafllichc Verfahrcn kommi bci den incision Goexirusionsanwcndungen zum 
Hi n sal/.. 

Wcilerhin konncn die erlindungsgcmaBen Verbundsehicht plat ten und -folicn durch Aufcinanderkaschieren von l olien 
odcr Plaiien dcr Komponcnicn in cinem bcheizbaren Spall hcrgeslelll werden. Dabci werden zunaehsi l olien odcr Plat- frf 
ten der einzelnen Komponcnicn hcrgeslelll. Dies kann nach bckannicn Verfahrcn crfolgcn. Sodann wird die gewiinschle 
Schichi folge durch cnlsprechendes Ubereinandcrlcgen dcr Folicn odcr Platten hcrgestellL worauf dicse durch eincn bc- 
heizbarcn Walzenspall geliihrl werden und unter Druck- und Warmecinwirkung zu ciner Verbundschichlplatie odcr -fo- 
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Die Hrlindung wird nuchsichcnd unhand von Beispielen nahcr erlaulert. 

Fn den Bcispiclcn wurden coexirudierlc Platlen eingeseizi, in denen die Subsiralschiehl 3,7 mm dick war. Die Zwi- 
selvnschichi, so tern sie verwendel wurde. vvies cine Dicke von 0.25 mm auf. Die Deekschiehi wics cine Dicke von 
0,05 mm auV. 5 

Dabei kamen uniersehiedliehe Werksiofle /urn liinsaiz. wie PMMA. ABS, III- PMMA und Komponenie (1 ). Kompo- 
nenie (1) ohne Polvcarbonai hesiand dabei aus einem leilchenlormigen Pt'ropfcopolymerisat mil einer PtYoptgrundlagc, 
die aus n-Buiylucrylal und einem Vernei/er aufgebaui war, und einer Pfropfaullage aus Slyrol- und Acrylnilrileinheiien. 
Das Pfroplcopolynierisal lag in einer Malrix aus einem Slyrol/Aerylniiril-(\>polvmerisai vor. /udem wurde Kompo- 
nenie ( \ ) audi mil einem Anleil an Polvcarbonai als weiierer Mairix-Koniponenle eingeseizi. io 

Fur die Verringerung der DurchsloBarbeit durch die Auibringung der PMMA-Schichlen ergaben sich, pro/enlual be- 
zogen auf die Subslrai werle. die nuchsichcnd aufget'uhrien Werle. Dabei wurde sowohl auf die Deckseile als auch die 
Ruckscilc der coexirudierlen Plaiicn geschlagen. Die Hrgehnisse sind in Tabelle 1 zusammengelaBl. 

Tube lie 1 15 

Anderung der DurchsloBarbeii durch PMMA-Schichlen. Wcrl in %, bezoucn auf die DurchsloBarbeit des Subslrals 



Platte aus 


Deckseite 


Ruckseite 


PMMA/HI-PMMA/ 
Komponente (1) 
mit Polycarbonat 


70 


51 


PMMA/Komponente (1)/ 
Komponente (1) 
mit Polycarbonat 


102 


62 


PMMA/Poiycarbonat/ 
Komponente (I) mit 
Polycarbonat 


84 


50 


PMMA/ABS 


54 


52 



Aus den Krgebnissen der Tabelle I gehl hervor, daB die crhndungsgemaBen Plaiicn cine gegeniiber den Subslralwerten 
- enlwedererhohle oder nur gcringtugig vermindertc DurchstoBarbeit aulwcisen im Vergleich zu den auf ABS basierenden 
Plaiicn. 40 

Weiierhin wurde die Kahe/ahigkeil enisprechcnder coexlrudierler Plait.cn unlersuchl. Ms wurde die DurchsioBarbeii 
bei minus 30"C hesiimml. lis ergaben sich die in der nachsiehenden Tabelle 2 angegebenen Wcrtc. 



Tabelle 2 

45 



Platte aus 


DurchstoBbarkeit [Nm] -30°C 


PMMA/HI-PMMA/Komponente (I) 
mit Polycarbonat 


21,3 


PMMA/Komponente (l)/Komponente (1) 
mit Polycarbonat 


26,3 


PMMA/Polycarbonat/Komponente (1) 
mit Polycarbonat 


31,7 


PMMA/Komponente (1) 


10,6 


PMMA/ABS 


6,8 



Aus den Hrgebnissen der Tabelle 2 gehl hervor. daB die crlindungsgemuBcn Plaiicn cine deuilich hoherc DurchsloBar- 
beit gegeniiber den bekunnten Plallen mil ABS als Subslrai aul wcisen. (nsbesondcre der Dreischichtautbau fuhri zu we- 
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6. Ve/lahren zur TTcrslcllung von Vcrhundschichlplullcn odcr -folien nach cincm der Anspriichc 1 his 5 clurch Ad- 
apicr- odcr (bexirusion dcr Koiuponenien ( 1 ) und/octcr (2)/(2') und/odcr (3). 

7. Verfahren zur FTcrslellung von Vcrbuncischichlplaiicn odcr -folien nach cincm dcr Anspriichc 1 bis 5 durch Auf- 
, cinandcrkaschicrcn von Folien odor PI ui ten dcr Komponcnicn (1 ) und/odcr (2.)/(2') und/odcr (3) in cincm beheizha- 

rcn Walzenspuli. 5 

8. Verwendung von Vcrhundschichlplullcn odcr -lolicn nach cincm dcr Anspriichc 1 bis 5 /ur riersiellung von 
Formkorpern. 

9. Verfahren /ur FTcrslellung von I brmkorpcrn aus den Vcrhundschichlplullcn nach Anspruch 1. 2 odcr cincm uuf 
diese Anspriichc zuruekbe/ogenen Anspruch durch Thermoformen dcr Vcrbuncischichlplaiicn. 

10. Verfahren zur TIersicllung von Ibrmkorpcrn aus den Vcrhundschichlplullcn odcr -lolicn nach Anspruch 3 odcr id 
cincm dcr auf Anspruch 3 zuriiekbezogenen Anspriichc durch Thermolbrnien dcr Vcrhundschichlplullcn odcr -fo- 
lien und TTinicrspriizcn mil Komponcnlc (1) genial:? Anspruch 1 odcr cincm Polyurcihunschuum. 

11. Fornikorper aus verfonutcn Verbundschichlplalten nach cincm dcr Anspriichc 1. 2 odcr cincm auf diese An- 
spriichc zuruekbezogenen Anspruch. 

12. Fornikorper aus verformien Vcrhundschichlplullcn odcr -folien nach Anspruch 3, die mil Polyurelhan hinier- 15 
sprilzl sind. 



20 



M) 



.V5 



50 



60 



65 
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(57) La feuille ou la pellicule laminee comprend 1) une 
couche de substrat comprenant - par rapport a !a somme 
des quantites des constituants A et B et, le cas echeant, C 
et/ou D, qui totalisent 100 % en poids, a) 1 - 99 % en 
poids d'un copolymere par greffage particulier comme 
constituant A, b) 1 - 99 % en poids d'un copolymere de : 
bl) 40 - 100 % en poids d'unites de styrene, de styrene 
substitue ou de (meth)acrylate, ou des melanges de ces 
derniers, comme constituant Bl, b2) jusqu'a 60 % en 
poids d'acrylonitrile ou de methacrylonitrile comme 
constituant B2, comme constituant B, c) 0 - 80 % en 
poids de polycarbonates comme constituant C, et d) 0 - 
50 % en poids de charges de nature fibreuse ou 
particulate ou des melanges dc ccs dcrnicrcs comme 
constituant D, et 3) une couche superieure transparente 
de poly(methacrylale de methyle). 



(57) The laminated sheet or film comprises (1 ) a substrate 
layer comprising - based on the sum of the amounts of 
components A and B and, if used, C and/or D, which 
totals 100% by weight a 1 - 99% by weight of a particular 
graft copolymer as component A, b 1 - 99% by weight of 
a copolymer of bl 40 - 100% by weight of units of 
styrene, a substituted styrene or a (meth)acrylate, or 
mixtures thereof, as component Bl, b2 up to 60% by 
weight of acrylonitrile or methacrylonitrile as 
component B2, as component B, C 0 - 80% by weight of 
polycarbonates as component C, and d 0 - 50% by weight 
of fibrous or particulate fillers or mixtures thereof as 
component D, and (3) a transparent top layer of 
poly methyl mcth aery late. 
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Abstract 

The laminated sheet or film comprises 

(1) a substrate layer comprising - based on the sum of the amounts of 

components A and B and, if used, C and/or D, which totals 100% by weight 

a 1 - 99% by weight of a particular graft copolymer 

as component A, 

b 1 - 99% by weight of a copolymer of 

bl 40 - 100% by weight of units of styrene, a substituted styrene or a 
(meth)acrylate, or mixtures thereof, as component Bl, 

b2 up to 60% by weight of acrylonitrile or methacrylonitrile as 

component B2, 

as component B, 

c 0 - 80% by weight of polycarbonates as component C, and 

d 0 - 50% by weight of fibrous or particulate fillers or mixtures 

thereof as component D, 

and 

(3) a transparent top layer of polymethyl methacrylate. 
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Laminated sheets or films and moldings thereof 



The invention relates to laminated sheets or films, to processes for their 
production/ to their use for producing moldings, to processes for 
producing the moldings and to moldings thereof. 

When plastics are used outdoors where they are subjected to weathering 
and, in particular, to UV radiation, high standards are required in terms 
of UV stability and weatherability. Especially when they are used in 
exterior bodywork parts in the automotive sector, high requirements are 
also set for other mechanical properties, such as the low-temperature 
impact strength, as well as for the visual quality. The processes and 
materials employed at present do not always meet these conditions. 

Bodywork parts made from plastics are, for example, topcoated or mass- 
colored and clearcoated. Topcoating in this case requires high heat 
deformation resistance, which is a requirement met by only a few 
plastics. Mass coloring, especially using special-effect pigments, is very 
costly and in many cases lessens the mechanical properties of the 
substrate. 



Instead of spray coating it is possible to use other coating processes, such 
as the backspraying technology. In this, coating films are produced by 
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roller coating or intaglio printing processes and are backsprayed or 
backmolded with support materials. 

J.H.Schut in Plastics World, July 1996, pages 48 to 52 describes the use 
of such coating films in the production of automotive components. 
Polyvinylidene fluoride films and polyvinyl fluoride films are described 
which are employed in conjunction with ABS as substrates. Polyvinylidene 
fluoride/acrylate films are also mentioned. Thermoplastic olefins can also 
be employed as substrates. Production techniques specified are 
thermoforming, thermoforming in conjunction with injection molding, and 
injection molding alone. 

EP-B1-0 361 823 describes films of this kind which consist of fluoro 
polymers or mixtures thereof with acrylates. They are backmolded with 
curable, filler-reinforced polyester compositions. The layers can also 
comprise acrylonitrile-butadiene-styrene (ABS) copolymers. 

To date, all known backspraying films have been used only for effect fin- 
ishes and multicolored decoration, since the films are very costly. 

US- A 5,192,609 describes coating films for the roller coating of a 
thermoplastic support material. Films with up to six layers are applied to 
a substrate. Besides polyolefins, the substrates mentioned include ABS and 
polyvinyl chloride. 

The topmost layer used is a clear coating which consists of a polymeric, 
crosslinkable two-component mixture, based for example on polyols. 

EP-B-0 522 240 describes multilayer polymer film laminates which have a 
top layer based on polyvinylidene fluoride or polymethyl methacrylate and 
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a substrate comprising a poiyolefin. The coextmsion of the top layer with 
subsequent extrusion-coating with the support material or further layers is 
described. 

Another known bodywork material comprises coextruded sheets of 
polymethyl methacrylate (PMMA) and ABS. For example H. Kappacher, 
in Kunststoffe 86 (1996), pp. 388 to 392, describes coextruded 
PMMA/ ABS laminated sheets. The bodywork parts are produced by 
coextrusion through a slot die to form sheets, which are subsequently 
thermofonned. In some applications, however, the thermal aging resistance 
of the ABS is inadequate. In order to protect the ABS or ABS/PC 
against UV light it is necessary to employ relatively thick UV-absorbing 
PMMA top layers. The impact strength can also be inadequate, lessened 
as it is by the brittle PMMA top layer. Furthermore, the surface gloss 
decreases sharply at draw ratios of 1:2 and above. 

The coextrusion process using a slot die is described, for example, in 
EP-A2-0 225 500. 

It is an object of the present invention to provide laminated sheets or 
films and moldings thereof which are of superior UV stability and 
thermal aging resistance as compared with known sheets, films or 
moldings. Moreover, high draw ratios should be possible without 
detriment to the surface gloss. It should be possible to produce the 
moldings at favorable cost. The products, furthermore, should be of 
enhanced elongation at break, low-temperature impact strength and scratch 
resistance and of increased penetration resistance. 

We have found that this object is achieved in accordance with the 
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invention by means of laminated sheets or films comprising 

(1) a substrate layer comprising - based on the sum of the amounts 
of components A and B and, if used, C and/or D, which totals 
100% by weight - 

a 1 - 99% by weight of a graft copolymer of 

al 1 - 99% by weight of a particulate graft base Al 

• comprising the following monomers: 

all 80 - 99.99% by weight of at least one Cj.g-alkyl ester of 
acrylic acid as component All, 

al2 0.01 - 20% by weight of at least one polyfimctional 
crossl inking monomer as component A 12; 

a2 1 - 99% by weight of a graft A2 comprising the following 

monomers, based on A2: 

a21 40 - 100% by weight of units of styrene, a substituted 
styrene or a (meth)acrylate, or mixtures thereof, as 
component A21 and 

a22 up to 60% by weight of units of acrylonitrile or 
methacrylonitrile as component A22; 

the graft A2 consisting of at least one graft shell and the 
graft copolymer having a mean particle size of 50 - 1000 
nm, 
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as component A, 

b 1 - 99% by weight of a copolymer of 

bl 40 - 100% by weight of units of styrene, a substituted 
styrene or a (meth)acrylate, or mixtures thereof, as 
component Bl, 

b2 up to 60% by weight of acrylonitrile or methacrylonitrile as 
component B2, 

as component B, 

c 0 - 80% by weight of polycarbonates as component C, and 

d 0 - 50% by weight of fibrous or particulate fillers or 

mixtures thereof as component D, 

and 

(3) a transparent top layer of polymethyl methacrylate. 

The object is also achieved by laminated films comprising, in this order, 

(V) a substrate layer comprising a molding compound of 

component (1) as described above, ABS, polycarbonate, 
polybutylene terephthalate, polyethylene terephthalate, 
poly amide, polyetherimide, poly ether ketone, polypheny lene 
sulfide, polyphenylene ether or blends thereof, having a 
layer thickness of from 90 to 990 /*m, 



(3') 



a transparent top layer comprising polymethyl methacrylate 
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(PMMA), high- impact polymethyi methacrylate (HI-PMMA), 
ABS, polycarbonate (PC), polyethylene terephthalate (PET), 
styrene-acrylonitrile copolymers (SAN), poly amide (PA), 
polyether sulfone (PES) or polysulfone (PSU), having a 
layer thickness of from 10 to 100 ^m, 

it being possible for the substrate layer to comprise 
colorants and comprising them if the substrate layer and the 
top layer are composed of the same molding compounds, 
• and the overall thickness of the laminated film being from 
100 to 1000 jxm. 

The novel laminated sheets or films and also the moldings produced 
therefrom are of better penetration resistance and/or low-temperature 
impact strength, scratch resistance and elongation at break than the known 
sheets, films and moldings and have better drawing properties with 
constant surface gloss. They are therefore particularly suitable for exterior 
use, where they are subject to UV radiation and the effects of weather. 
Use in the automotive sector is particularly appropriate. 

The individual layers and components of the laminated sheets or films are 
described below. 

Layer (1) 

Layer (1) is composed of the following components A and B and, if 
used, C and/or D, which total to 100% by weight. 

Component A is a graft copolymer of 
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al 1 - 99% by weight, preferably 55 - 80% by weight, in particular 55 

- 65% by weight, of a paniculate graft base Al having a glass 
transition temperature of below 0°C, 

a2 1 - 99% by weight, preferably 20 - 45% by weight, in particular 35 

- 45% by weight, of a graft A2 comprising the following monomers, 
based on A2: 

a21 40 - 100% by weight, preferably 65 - 85% by weight, of units of 
styrene, a substituted styrene or a (meth)acrylate or mixtures thereof, 
especially of styrene and/or a-methylstyrene, as component A21, and 

a22 up to 60% by weight, preferably 15-35% by weight, of units of 
acrylonitrile or methacrylonitrile, especially acrylonitrile, as component 
A22. 

The graft A2 here consists of at least one graft shell, the graft 
copolymer A overall having a mean particle size of 50 - 1000 nm. 

Component Al consists of the following monomers: 

all 80 - 99.99% by weight, preferably 95 - 99.9% by weight, of at 
least one C^g-alkyl ester of acrylic acid, preferably n-butyl acrylate 
and/or ethylhexyl acrylate, as component All, 

al2 0.01 - 20% by weight, preferably 0.1 - 5.0% by weight, of at least 
one polyfunctional crosslinking monomer, preferably diallyl phthalate 
and/or DCPA, as component A12. 

In one embodiment of the invention the mean particle size of component 
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A is 50 - 800 am, preferably 50 - 600 nm. 

In another novel embodiment the particle-size distribution of component A 
is bimodal, 60 - 90% by weight of the particles having a mean size of 
50 - 200 nm and 10 - 40% by weight having a mean size of 50 - 400 
nm, based on the overall weight of component A. 

The mean particle size and particle-size distribution indicated comprise the 
figures determined from the integral mass distribution. In the case of the 
mean particle sizes according to the invention the figure is in all cases 
the weight-average particle size as determined by means of an analytical 
ultracentrifuge in accordance with the process of W. Scholtan and H. 
Lange, Kolloid-Z. und Z.-Polymere 250 (1972), 782-796. The 
ultracentrifuge measurement gives the integral mass distribution of the 
particle diameter of a sample. From this it is possible to derive what 
percentage of the particles, by weight, has a diameter equal to or less 
than a certain size. The mean particle diameter, also referred to as the 
d 50 value of the integral mass distribution, is defined as that particle 
diameter below which lie 50% by weight of the particles. At that point, 
50% by weight of the particles also have a greater diameter than the d 50 
value. The breadth of the particle-size distribution of the rubber particles 
is characterized using not only the c^q value (mean particle diameter) but 
also the d 10 and d^ values resulting from the integral mass distribution. 
The d 10 and d^ values of the integral mass distribution are defined as 
for the d 50 value with the difference that they are related to 10 and 90% 
by weight, respectively, of the particles. The quotient 
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d 90 I d 10 = 0 

is a measure of the breadth of distribution (scatter) of the particle size. 
For emulsion polymers A which can be used in accordance with the 
invention as component A, Q is preferably less than 0.5, in particular 
less than 0.35. 

The aery late rubbers Al are preferably alky I aery late rubbers comprising 
one or more C 1-8 -alkyl acrylates, preferably C 4 _ 8 -alkyl acrylates, using 
preferably - at least in part - butyl, hexyl, octyl or 2-ethylhexyl acrylate, 
especially n-butyl and 2-ethylhexyl acrylate. Up to 30% by weight of 
these alkyl acrylate rubbers can comprise, in copolymerized form, 
monomers which form hard polymers, such as vinyl acetate, 
(meth)acrylonitrile, styrene, substituted styrene, methyl methacrylate and 
vinyl ethers. 

The acrylate rubbers additionally include 0.01 - 20% by weight, 
preferably 0.1 - 5% by weight, of polyfunctional monomers having a 
crosslinking action (crosslinking monomers). Examples thereof are 
monomers containing 2 or more copolymerizable double bonds, which are 
preferably not 1,3-conjugated. 

Examples of suitable crosslinking monomers are divinylbenzene, diallyl 
maleate, diallyl fiunarate, diallyl phthalate, diethyl phthalate, triallyl 
cyanurate, triallyl isocyanurate, tricyclodecenyl acrylate, dihydro- 
dicyclopentadienyl acrylate, triallyl phosphate, allyl acrylate and allyl 
methacrylate. A crosslinking monomer which has proven particularly 
favorable is dicyclopentadienyl acrylate (DCPA; cf. DE-C 12 60 135). 
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Component A is a graft copolymer. The graft copolymers A have a mean 
particle size d 50 of 50 - 1000 nm, preferably 50 - 800 run and, with 
particular preference, 50 - 600 nm. Such particle sizes can be obtained 
by using a graft base Al of this component A having particle sizes of 50 
- 350 nm, preferably 50 - 300 nm and, with particular preference, 50 - 
250 nm. 

The graft copolymer A is generally a single- or multistage polymer, i.e. 
a polymer composed of a core and of one or more shells. The polymer 
consists of a base stage (graft core) Al and of one or - preferably - 
more stages A2 (graft) grafted thereon, called the graft stages or graft 
shells. 

By single grafting or multiple, stepwise grafting it is possible to apply 
one or more graft shells to the rubber particles, it being possible for 
each graft shell to have a different composition. In addition to the 
grafting monomers, poly functional, crosslinking monomers or monomers 
containing reactive groups can also be grafted on (see for example EP-A 
230 282, DE-B 36 01 419, EP-A 269 861). 

In a preferred embodiment, component A consists of a multistage graft 
copolymer, the graft stages being produced generally from resin-forming 
monomers and having a glass transition temperature T g of more than 
30°C, preferably more than 50°C. The purpose of the multistage structure 
is, inter alia, to obtain (partial) compatibility of the rubber particles A 
with the thermoplastic B. 

Graft copolymers A are produced, for example, by grafting at least one 
of the monomers A2 listed below onto at least one of the graft bases or 
graft core materials Al listed above. 
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According to one embodiment of the invention, the graft base Al is 
composed of 15 - 99% by weight of aery late rubber, 0.1 - 5% by 
weight of crossiinker and 0 - 49.9% by weight of one of the other 
monomers or rubbers indicated. 

Monomers suitable for forming the graft A2 are styrene, a-methylstyrene, 
(meth)acrylates, acrylonitrile and methacrylonitrile, especially acrylonitrile. 

According to one embodiment of the invention, crosslinked acrylate 
polymers having a glass transition temperature of below 0°C are used as 
the graft base Al. The crosslinked acrylate polymers should preferably 
have a glass transition temperature of below -20 °C, in particular below - 
30°C. 

In one preferred embodiment the graft A2 consists of at least one graft 
shell and the outermost graft shell thereof has a glass transition 
temperature of more than 30°C, where a polymer formed from the 
monomers of the graft base A2 would have a glass transition temperature 
of more than 80°C. 

Suitable production processes for graft copolymers A are emulsion, 
solution, bulk or suspension polymerization. The graft copolymers A are 
preferably produced by free-radical emulsion polymerization in the 
presence of lattices of component Al at temperatures of 20°C - 90°C 
using water-soluble or oil-soluble initiators, such as peroxodisulfate or 
benzyl peroxide, or with the aid of redox initiators. Redox initiators are 
also suitable for polymerization below 20°C. 

Appropriate emulsion polymerization processes are described in DE-A 28 
26 925 and 31 49 358 and in DE-C 12 60 135. 
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The synthesis of the graft shells takes place preferably by the emulsion 
polymerization process, as is described in DE-A 32 27 555, 31 49 357, 
31 49 358, 34 14 118. Defined establishment of the particle sizes of 
50 - 1000 nm according to the invention is preferably effected in 
accordance with the processes described in DE-C 12 60 135 and DE-A 
28 26 925, or Applied Polymer Science, Volume 9 (1965), page 2929. 
The use of polymers having different particle sizes is known, for 
example, from DE-A 28 26 925 and US-A 5 196 480. 

According to the process described in DE-C 12 60 135 the graft base Al 
is first of all produced by polymerizing the acrylate or acrylates used in 
accordance with one embodiment of the invention and the polyfunctional, 
crosslinking monomer, alone or together with the other comonomers, in 
an aqueous emulsion in a manner known per se at from 20 to 100°C, 
preferably from 50 to 80°C. The customary emulsifiers can be used, for 
example alkali metal salts of alkyl- or alkylarylsulfonic acids, alkyl 
sulfates, fatty alcohol sulfonates, salts of higher fatty acids having 10 to 
30 carbons, or resin soaps. Use is preferably made of the sodium salts 
of alkylsulfonates or fatty acids of 10 to 18 carbons. In one embodiment 
the emulsifiers are employed in amounts of 0.5 - 5% by weight, in 
particular 1 - 2% by weight, based on the monomers that are employed 
for producing the graft base Al. It is usual to operate with a weight 
ratio of water to monomers of from 2 : 1 to 0.7 : 1. Polymerization 
initiators used are, in particular, the customary persulfates, such as 
potassium persulfate. It is also possible, however, to employ redox 
systems. The initiators are generally employed in amounts of 0.1 - 1% 
by weight, based on the monomers that are employed in producing the 
graft base Al. Further polymerization auxiliaries used can be the 
customary buffer substances by means of which pH values of preferably 6 
- 9 are established, such as sodium bicarbonate and sodium 
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pyrophosphate, and also 0 - 3% by weight of a molecular weight 
regulator, such as mercaptans, terpinols or dimeric a-methylstyrene. 

The precise polymerization conditions, especially the nature, rate of 
5 addition and amount of the emulsifier, are determined within the ranges 
set out above and specifically in such a way that the resulting latex of 
the crosslinked acrylate polymer has a d 50 value in the range of about 50 
- 1000 nm, preferably 50 - 600 nm, and with particular preference, in 
the range of 80 - 500 nm. The particle-size distribution of the latex 
10 should preferably be narrow. 

Then, to produce the graft polymer A, according to one embodiment of 
the invention a monomer mixture of styrene and acrylonitrile is 
polymerized in a subsequent step in the presence of the resultant latex of 

15 the crosslinked acrylate polymer, the weight ratio of styrene to acrylo- 
nitrile in the monomer mixture being - in accordance with one 
embodiment of the invention - in the range from 100 : 0 to 40 : 60, 
preferably in the range from 65 : 35 to 85 : 15. It is advantageous to 
carry out this graft copolymerization of styrene and acrylonitrile onto the 

20 crosslinked polyacrylate polymer, used as graft base, again in aqueous 
emulsion under the customary conditions described above. The graft 
copolymerization can judiciously be effected in the same system as the 
emulsion polymerization for producing the graft base Al, with the 
possible addition if required of further emulsifier and initiator. The 

25 monomer mixture of styrene and acrylonitrile which is to be engrafted in 
accordance with one embodiment of the invention can be added to the 
reaction mixture all at once, in stages in a number of portions or, 
preferably, continuously during the polymerization. The graft 
copolymerization of the mixture of styrene and acrylonitrile in the 

30 presence of the crosslinking acrylate polymer is conducted so as to give a 
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degree of grafting of 1 - 99% by weight, preferably 20 - 45% by 
weight, especially 35 - 45% by weight, based on the overall weight of 
component A, in the graft copolymer A. Since the grafting yield in the 
graft copolymerization is not 100%, it is necessary in the graft 
copolymerization to employ a somewhat larger amount of the monomer 
mixture of styrene and acrylonitrile than that corresponding to the desired 
degree of grafting. Control of the grafting yield in graft copolymerization 
and thus of the degree of grafting of the finished graft copolymer A is 
familiar to the skilled worker and can be done by playing, inter alia, on 
parameters .such as the metering rate of the monomers or the addition of 
regulator (Chauvel, Daniel, ACS Polymer Preprints 15 (1974), page 329 
ff.). The emulsion graft copolymerization generally produces about 5 - 
15% by weight, based on the graft copolymer, of free, ungrafted 
styrene/acrylonitrile copolymer. The proportion of the graft copolymer A 
in the polymerization product obtained in the graft copolymerization is 
determined by the method indicated above. 

In the case of the production of graft copolymers A by the emulsion 
process, in addition to the given process advantages, reproducible changes 
in particle size are also possible, for example by at least partial 
agglomeration of the particles to form larger particles. This means that in 
the graft copolymers A it is also possible for there to be polymers 
having different particle sizes. 

In particular, component A comprising graft base and graft shell(s) can be 
optimized for the particular intended application, especially in terms of the 
particle size. 

The graft copolymers A generally contain I - 99% by weight, preferably 
55 - 80 and, with particular preference, 55 - 65% by weight of graft 
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base Al and 1 -99% by weight, preferably 20 - 45 and, with particular 
preference, 35 - 45% by weight of the graft A2, based in each case on 
the graft copolymer as a whole. 

COMPONENT B 

Component B is a copolymer comprising 

bl 40 - 100% by weight, preferably 60 - 85% by weight, of units of 
styrene, a substituted styrene or a (meth)acrylate or mixtures thereof, 
especially of styrene and/or a-methylstyrene, as component Bl, 

b2 up to 60% by weight, preferably 15 - 40% by weight, of units of 
acrylonitrile or methacryionitrile, especially of acrylonitrile, as 
component B2. 

In accordance with a preferred embodiment of the invention, the viscosity 
number of component B is 50 - 90, preferably 60 - 80. 

Component B is preferably an amorphous polymer as described above as 
graft A2. In one embodiment of the invention a copolymer of styrene 
and/or a-methylstyrene with acrylonitrile is used as component B. The 
acrylonitrile content of these component B copolymers is 0 - 60% by 
weight, preferably 15 - 40% by weight, based on the overall weight of 
component B. Component B also embraces the free, ungrafted styrene- 
acrylonitrile copolymers that are formed in the course of the graft 
copolymerization for producing component A. Depending on the conditions 
chosen for the graft copolymerization for producing the graft copolymer A 
it may be possible for a sufficient amount of component B to be formed 
during the graft copolymerization itself. In general, however, it will be 
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necessary to blend the products obtained in the graft copolymerization 
with additional, separately produced component B. 

This additional, separately produced component B can preferably be a 
styrene/acrylonitrile copolymer, an a-methylstyrene-acrylonitrile copolymer 
or an a-methylstyrene-styrene-acrylonitrile terpolymer. These copolymers 
can be employed individually or else as a mixture for component B, so 
that the additional, separately produced component B may, for example, 
comprise a mixture of a styrene-acrylonitrile copolymer and of an a- 
methylstyrene-acrylonitrile copolymer. Where component B consists of a 
mixture of a styrene-acrylonitrile copolymer and of an a-methylstyrene- 
acrylonitrile copolymer, the acrylonitrile contents of the two copolymers 
preferably should not differ by more than 10% by weight, particularly 
preferably by not more than 5% by weight, based on the overall weight 
of the copolymer. Component B may, however, alternatively consist of 
only one single styrene-acrylonitrile copolymer, if the same monomer 
mixture of styrene and acrylonitrile was used as the starting material in 
the graft copolymerizations for producing component A and in the 
production of the additional, separately produced component B. 

The additional, separately produced component B can be obtained by the 
conventional processes. Thus, according to one embodiment of the 
invention, the styrene and/or a-methylstyrene can be copolymerized with 
the acrylonitrile in bulk, solution, suspension or aqueous emulsion. 
Component B preferably has a viscosity number of from 40 to 100, more 
preferably from 50 to 90 and in particular from 60 to 80. This viscosity 
number is determined in accordance with DIN 53 726, dissolving 0.5 g 
of material in 100 ml of dimethylformamide. 

The mixing of components A and B and, if used, C, D can be 
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performed in any desired manner by any known process. If components 
A and B have been produced, for example, by emulsion polymerization it 
is possible to mix the resulting polymer dispersions with one another, 
then to precipitate the polymers jointly and to work up the polymer 
mixture. Preferably, however, the blending of components A and B is 
done by conjoint extrusion, kneading or rolling of the components, the 
latter having been isolated if necessary beforehand from the aqueous 
dispersion or solution obtained in the polymerization. The graft 
copolymerization products (component A) obtained in aqueous dispersion 
can also be only partially dewatered and can be mixed in the form of 
moist crumbs with component B, complete drying of the graft copolymers 
then taking place in the course of mixing. 

In a preferred embodiment component (1) comprises, in addition to 
components A and B, additional components C and/or D, with or without 
other additives, as described below. 

COMPONENT C 

Suitable polycarbonates C are known per se. They preferably have a 
molecular weight (weight mean value M w , determined by gel permeation 
chromatography in tetrahydrofuran against polystyrene standards) in the 
range from 10,000 to 60,000 g/mol. They are obtainable, for example, 
by the processes of DE-B-1 300 266 by interfacial polycondensation or by 
the process of DE-A-1 495 730 by reacting diphenyl carbonate with 
bisphenols. A preferred bisphenol is 2,2-di(4-hydroxyphenyl)propane, which 
is referred to generally - and below - as bisphenol A. 

Instead of bisphenol A it is also possible to use other aromatic dihydroxy 
compounds, especially 2,2-di(4-hydroxyphenyl)pentane, 2,6- 
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dihydroxynaphthalene, 4,4'-dihydroxydiphenyl sulfone, 4,4'- 
dihydroxydiphenyl ether, 4,4*-dihydroxydiphenyl sulfide, 4,4'- 
dihydroxydiphenylmethane, 1, l-di(4-hydroxyphenyl)ethane, 4 t 4'-dihydroxy- 
biphenyl or dihydroxydiphenyicycloalkanes, preferably 
dihydroxydiphenylcyclohexanes or dihydroxyphenylcyclopentanes, especially 
l,l-bis(4-hydroxyphenyl)-3,3,5-trimethylcyclohexane f and also mixtures of 
the abovementioned dihydroxy compounds. 

Particularly preferred polycarbonates are those based on bisphenol A or 
on bisphenol A together with up to 80 mol% of the abovementioned 
aromatic dihydroxy compounds. 

It is also possible to use copolycarbonates according to US-A 3 737 409; 
of particular interest in this context are copolycarbonates based on 
bisphenol A and di(3,5-dimethyldihydroxyphenyl) sulfone, which are 
notable for high heat deformation resistance. It is also possible to employ 
mixtures of different polycarbonates. 

The average molecular weights (weight mean value M w , determined by 
gel permeation chromatography in tetrahydrofuran against polystyrene 
standards) of the polycarbonates C are, in accordance with the invention, 
in the range from 10,000 to 64,000 g/mol. They are preferably in the 
range from 15,000 to 63,000, in particular in the range from 15,000 to 
60,000 g/mol. This means that the polycarbonates C have relative solution 
viscosities in the range from 1.1 to 1.3, measured in 0.5% strength by 
weight solution in dichloromethane at 25 °C, preferably from 1.15 to 1.33. 
The relative solution viscosities of the polycarbonates employed preferably 
differ by not more than 0.05, in particular not more than 0.04. 

The polycarbonates C can be employed either in ground or in granulated 
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form. As component C they are present in amounts of 0 - 50% by 
weight, preferably of 10-40% by weight, based in each case on the 
overall molding composition. 

5 The addition of polycarbonates leads inter alia to greater thermal stability 
and improved crack resistance of the sheets, films and moldings. 

COMPONENT D 

10 As component D, component (1) comprises 0 - 50% by weight, 

preferably 0 - 40% by weight, and in particular, 0 - 30% by weight of 
fibrous or particulate fillers or mixtures thereof, based in each case on 
component 1 as a whole. These are preferably products which are 
available commercially. 

15 

Reinforcing materials such as carbon fibers and glass fibers are commonly 
used in amounts of 5 - 50% by weight, based on component (1) as a 
whole. 

20 The glass fibers used can be of E, A or C glass and are preferably 

already treated with a size and with an adhesion promoter. Their diameter 
is in general from 6 to 20 jxm. It is possible to employ both continuous 
fibers (rovings) and cut glass fibers (staple) with a length of 1 - 10 pm, 
preferably 3 - 6 jan. 

25 

It is also possible to add fillers or reinforcing materials such as glass 
beads, mineral fibers, whiskers, alumina fibers, mica, quartz flour and 
wollastonite. 

ao Other possibilities for addition are metal flakes (e.g. aluminum flakes 
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from Transmet Corp.), metal powders, metal fibers, metal-coated fillers, 
for example nickel-coated glass fibers, and other additives which screen 
against electromagnetic waves. Particularly suitable are aluminum flakes (K 
102 from Transmet) for EMI (electro-magnetic interference) purposes. The 
compositions can also be mixed with additional carbon fibers, carbon 
black, especially conductivity black, or nickel-coated C fibers. 

The component (1) used in accordance with the invention may, 
furthermore, include further additives which are customary and typical for 
polycarbonates, SAN polymers and graft copolymers or mixtures thereof. 
Examples which may be mentioned of such additives are dyes, pigments, 
colorants, antistatics, antioxidants, stabilizers for enhancing the thermal 
stability, for increasing the light stability, for raising the resistance to 
hydrolysis and the chemical resistance, heat stabilizers, and especially the 
lubricants that are judicious for the production of shaped articles and 
moldings. The addition of these further additives can take place at any 
stage in the production process, but they are preferably added early on so 
as to allow for early exploitation of the stabilizing effects (or other 
special effects) of the additive. Heat stabilizers and antioxidants are 
usually metal halides (chlorides, bromides, iodides) derived from metals of 
group I of the Periodic Table of the Elements (such as Li, Na, K, Cu). 

Appropriate stabilizers are the customary hindered phenols, but also 
vitamin E and compounds of analogous structure. Also suitable are HALS 
(hindered amine light stabilizers), benzophenones, resorcinols, salicylates, 
benzotriazoles such as Tinuvin* P (UV absorber 2-(2H-benzotriazol-2-yl)-4- 
methylphenol from CIBA) and other compounds. They are usually used in 
amounts of up to 2% by weight (based on the overall mixture). 

Suitable lubricants and mold release agents are stearic acids, stearyl 
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alcohol, stearic esters and, generally, higher fatty acids, their derivatives 
and corresponding fatty acid mixtures having 12 - 30 carbon atoms. The 
amounts of these additives are in the range 0.05 - 1% by weight. 

5 Other suitable additives are silicone oils, oligomeric isobutylene or similar 
substances, with customary amounts being 0.05 - 5% by weight. It is 
likewise possible to use pigments, dyes, optical brighteners, special-effect 
colorants, such as titanium dioxide, carbon black, iron oxides, phthalocya- 
nines, quinacridones, perylenes, anthraquinones, and aluminum spangles. 

10 

Processing aids and stabilizers such as UV stabilizers, lubricants and 
antistatics are commonly used in amounts of 0.01 - 5% by weight. 

Component (1) can be produced by processes known per se, by mixing 
is the components. It may be advantageous to premix certain components. 
Also possible is the mixing of the components in solution and removal of 
the solvents. 

Examples of suitable organic solvents are chlorobenzene, mixtures of 
20 chlorobenzene and methylene chloride or mixtures of chlorobenzene or 
aromatic hydrocarbons, for example toluene. 

The solvent mixtures can be evaporated, for example, in evaporative 
extruders. 

25 

The dry components, for example, can be mixed by any known method. 
Mixing is preferably effected, however, by conjoint extrusion, kneading or 
rolling of the components, preferably at 180 - 400°C, the components 
having been isolated beforehand if necessary from the solution obtained 
30 during the polymerization or from the aqueous dispersion. 
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In this context, the components can be added together or separately/in 
succession. 

In the novel laminated films layer (V) is a substrate layer which 
comprises a molding compound of component (1) as described above, 
ABS, polycarbonate, polybutylene terephthalate (PBT), polyethylene 
terephthalate, polyamide, polyetherimide (PEI), polyether ketone (PEK), 
polyphenylene sulfide (PPS), polypheny lene ether or blends thereof. The 
individual materials here are known, for example from H. Domininghaus, 
Die Kunststoffe und ihre Eigenschaften [Plastics and their properties], 
VDI-Verlag, Dusseldorf (1992). The substrate layer preferably comprises a 
molding compound of component (1), ABS, polycarbonate, polybutylene 
terephthalate, polyethylene terephthalate, polyamide or blends thereof. It 
may also consist substantially or entirely of these polymers. With 
particular preference the substrate layer (1') comprises a molding 
compound of component (1), ABS, polycarbonate or polybutylene 
terephthalate, especially a molding compound of component (1). It may 
also consist substantially or entirely of these polymers. 

The layer thickness is preferably 100 to 1000 jim, in particular 200 to 
500 iim. 

Layer (2) 

Layer (2) is a color backing layer or interlayer. One embodiment of the 
invention relates to a laminated sheet or film comprising a substrate layer 
(1) as described above, a top layer (3) and - in between them - an inter- 
layer (2) which is composed of toughened PMMA, polycarbonate or the 
above-described component (1) and which contains no polycarbonate if the 
substrate layer (1) contains polycarbonate. If both substrate layer and 
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interlayer either contain polycarbonate or are polycarbonate-free, then a 
two-layer structure is present. 

The invention additionally relates to laminated sheets or films comprising 

(2') a layer of toughened PMMA, polycarbonate or the above 
component (1) and 

(3) a top layer of PMMA. In this case the layer (2') can have the same 
components as the interlayer (2). In addition, it may also correspond 
to component (1) containing polycarbonate. 

If polycarbonate is used as interlayer (2) or as layer (2'), then it is 
possible to employ the polycarbonate described under component (1), 
component C. 

Toughened PMMA (high-impact PMMA: HI-PMMA) is a polymethyl 
methacrylate which has been made impact-resistant by means of suitable 
additives. Suitable impact-modified PMMAs are described, for example, 
by M. Stickler, T. Rhein in Ullmann's encyclopedia of industrial 
chemistry Vol. A21, pages 473-486, VCH Publishers Weinheim, 1992, 
and by H. Domininghaus, Die Kunststoffe und ihre Eigenschaften, VDI- 
Verlag Dusseldorf, 1992. The interlayer (2) or the layer (2') can 
comprise special-effect colorants. These are, for example, dyes, metal 
flakes or pigments. The dyes or pigments can be organic or inorganic 
compounds. 

The invention also relates to laminated films which between the substrate 
layer (V) and the transparent top layer (3*) comprise 
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(2") an interlayer of polymethyl methacrylate, high-impact polymethyl 
methacrylate, ABS, polycarbonate, polyethylene terephthalate, styrene- 
acrylonitrilecopolymers, polyamide, polyether sulfone or polysulfone, which 
comprises special-effect colorants, 

having a layer thickness of from 50 to 400, preferably from 100 to 
300 /xm. The interlayer (2 M ) preferably has the same composition as the 
layer (2'). 

Layer (3) 

Layer (3) of the laminated sheets or films according to the invention is a 
top layer of PMMA. The PMMA used preferably has a number-average 
molecular weight of from 40,000 to 100,000. Examples of suitable 
PMMA molding compositions are Lucryl* G88 or G87 from Resart/BASF, 
and also the compositions described in EP-A2-0 225 500. 

The layer thickness of the above laminated sheets or films is preferably 
from 100 jim to 10 mm. Laminated sheets particularly preferably have a 
layer thickness of from 3 to 10 mm. Laminated films particularly 
preferably have a layer thickness of 100 - 500 /*m. 

In the laminated films comprising the substrate layer (1') and, if used, 
the interlayer (2") the transparent top layer (3') comprises polymethyl 
methacrylate, high-impact polymethyl methacrylate, ABS, polycarbonate, 
polyethylene terephalate, styrene-acrylonitrile copolymers, polyamide, 
polyether sulfone or polysulfone, with a layer thickness of from 10 to 
100 /an. 

It can also consist substantially or entirely of these polymers. The 
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transparent top layer (3') preferably comprises polymethyl methacrylate, 
high-impact polymethyl methacrylate, ABS, polycarbonate, polyethylene 
terephthalate or styrene-acrylonitrile copolymers. In particular it comprises 
polymethyl methacrylate, high-impact polymethyl methacrylate or 
polycarbonate, especially polymethyl methacrylate or high-impact 
polymethyl methacrylate. It may also consist substantially or entirely of 
these polymers. The polymers are chosen so that they result in a 
transparent top layer. 

Layer (0) , 

Layer (0) is an adhesion layer comprising an adhesion promoter having a 
layer thickness of from 5 to 100 pm. It can be located on the outer 
surface of the substrate layer. The purpose of using the adhesion 
promoter is to produce a firm bond with a chosen substrate which comes 
to lie beneath the substrate layer (for example as a result of 
backspraying). The adhesion layer is used when the adhesion of this other 
substrate to the substrate layer is inadequate (for example in the case of 
poly olefin substrates). The adhesion promoter employed in this case is an 
adhesion promoter customarily employed for this combination of materials. 
Examples of suitable adhesion promoters are: 

ethylene-vinyl acetate copolymers for coupling to polyethylene and maleic 
anhydride-grafted poly propylenes for coupling to polypropylene. In both 
cases, adhesion is achieved by the introduction of polar groups into the 
apolar poly olefins. 

Laminated sheets comprising a substrate layer (1), an interlayer (2) or a 
layer (2') and a top layer (3) preferably have the following layer 
thicknesses: substrate layer (1) from 3 to 9.5 mm, particularly preferably 
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3 - 7 mm, especially 3 - 5 mm; interlayer (2) or layer (2') from 50 to 
500 pm, particularly preferably from 200 to 400 /an; top layer (3) 5 - 
300 /an, particu-larly preferably 20 - 100 /on. In a particularly preferred 
embodiment the substrate layer (1) has a thickness of 3 - 4 mm, the 
interlayer (2) or layer (2') a thickness of 200 - 300 /xm and the top 
layer (3) a thickness of 30 - 70 /an. 

Laminated films comprising a substrate layer (l f ), an interlayer (2") if 
used, a top layer (3') and, if used, an adhesion layer (0) preferably have 
the following layer thicknesses: 

substrate layer (1') 90 - 990 /on; interlayer (2") 50 - 400 /on; top layer 
(3*) 10 - 100 /im; adhesion layer (0) 5 - 100 /on. The overall thickness 
of the laminated film in this case is 100 - 1000 /on, preferably 
200 - 800 /im. 

The three-layer sheet can be produced, for example, from a laminated 
film having 2 layers (2') and (3) by providing it with a substrate layer 
(1). Production can be in accordance with the process described below. 
For this purpose it is advantageous for the ratio of the MFI (melt flow 
index) values of the individual components of the laminated sheets or 
films to be not more than 3:1, particularly preferably not more than 2:1. 
Consequently, the greatest MFI value of one of the components (0), (1), 
(1*). (2), (2*), (3), (3'), where present in the respective laminated sheets 
or films, is not more than three times, with particular preference not 
more than two times, the lowest MFI value. This ensures uniform flow 
properties of all of the components used in the laminated sheets or films. 
This harmonized flow behavior is particularly advantageous in the context 
of the production processes described below. 
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To protect the laminated sheets or films and moldings thereof in the 
course of production, transportation or processing it is possible to apply a 
transport protection film to the outside of the top layer (3) or (3') 
respectively. This film can be peeled off from the sheet or film after 
production, transportation or processing. The transport protection film can 
consist of any suitable material which can be separated from the top 
layer, examples being PET or polyolefin. Its layer thickness is preferably 
from 20 to 100 /xm. The transport protection film can be extruded on 
directly in the course of the production of the laminated sheets or films, 
or is laminated on. 

Processes for producing the laminated sheets or films 

The laminated sheets or films according to the invention can be produced 
by adapter extrusion or die coextrusion of the components. Adapter or die 
coextrusion takes place in particular with the components - where 
present - (0) and/or (1) and/or (1*) and/or (2)/(2 , )/(2") and/or (3)/(3'), 
the overall laminate being produced in a single-stage process. 

In this case the individual components are rendered flowable in extruders 
and are brought into contact with one another by means of special 
equipment so as to give the laminated sheets or films having the layer 
sequence described above. For example, the components can be 
coextruded through a slot die. This process is explained in EP-A2-0 225 
500. 

In addition, they can be produced by the adapter coextrusion process as 
described in the conference volume of the technical conference on 
extrusion technology "Coextrusion von Folien", October 8/9, 1996, VDI- 
Verlag Dusseldorf, in particular the paper by Dr. Netze. This economical 
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process is employed for the majority of coextrusion applications. 

Furthermore, the laminated sheets and films according to the invention 
can be produced by laminating films or sheets of the components onto 
one another within a heatable nip. In particular, films or sheets of 
components (0) and/or (1)/(1*) and/or (2)/(2") and/or (3)/(3') are 
laminated onto one another in a heatable roll nip. In this case, films or 
sheets of the individual components are produced first of all. This can be 
done by known processes. The desired layer sequence is then produced 
by laying the films or sheets over one another appropriately to form an 
assembly which is then passed through a heatable roll nip and laminated 
under the action of pressure and heat to form a laminated sheet or film. 

Especially in the case of the adapter coextrusion process, harmonizing the 
flow properties of the individual components is advantageous for the 
development of uniform layers within the laminated sheets or films. 

The laminated sheets or films can be used to produce any desired 
moldings. With particular preference the laminated sheets or films are 
used to produce moldings for which critical properties are a very good 
surface, high weatherability and good UV resistance. The surfaces, 
moreover, are highly scratch-resistant and firmly adhering, so that 
destruction of the surfaces by scratching or detachment of the surfaces is 
reliably prevented. Consequently, moldings for use in the exterior sector, 
out of doors, constitute a preferred field of application. The laminated 
sheets or films are employed in particular for producing automotive 
components, especially automotive components for exterior applications 
within the motor vehicle sector. Examples are the production of wings, 
door trims, fenders, spoilers, skirts and exterior mirrors. 
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The laminated sheets or films according to the invention are employed 
with particular advantage for producing colored moldings, especially 
moldings for exterior applications in the automotive field. 

Moldings of laminated sheets that consist of a substrate layer (1) and a 
top layer (3) already have the very good surface properties mentioned 
above. To produce colored moldings, the substrate layer and if desired 
the top layer can be colored with color-imparting substances such as dyes 
or pigments. For producing colored moldings, the use of three-layer 
laminated sheets is of particular advantage. In this case it is sufficient to 
color only the interlayer (2) or, respectively, (2*) or (2"). Coloring can 
again be carried out with all suitable color-imparting substances (color- 
ants). In this case the top layer serves to protect the interlayer and to 
provide the desired surface properties. It is not necessary to color the 
voluminous substrate layer, with the result that very good coloring can be 
achieved with a small amount of colorant. As a result, it is also possible 
to use expensive colorants, since their concentration can be kept low. 
When using HI-PMMA and polycarbonate, in particular, as the interlayer 
it is possible to bring about depth (flop) effects. All other kinds of 
special coloration are also possible, such as metallic and effect finishes. 

Moldings can be produced by known processes from the laminated sheets 
or films. For example, laminated sheets having the three-layer structure of 
substrate layer, interlayer and top layer or the two-layer structure of 
substrate layer and top layer can be produced by thermoforming, using 
either positive or negative thermoforming processes. Appropriate processes 
are known to the skilled worker. In such processes, the laminated sheets 
according to the invention are stretched or drawn. Since the gloss and the 
surface quality of the laminated sheets according to the invention does not 
decrease on stretching at high draw ratios, for example up to 1:5, there 
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are virtually no restrictions on the thermoforming processes in respect of 
the stretching possible. 

From the laminated sheets or films composed of a layer (2*) and a top 
layer (3) it is possible to produce moldings by thermoforming the 
laminated sheet or film and then backspraying (back-casting) with a 
component (1) or with a polyurethane foam. Thus the laminated sheet or 
film is first of all placed in the desired mold and then backsprayed. The 
films employed can also be referred to as backspraying films. By means 
of the thermoforming of backspraying films, followed by spraying, it is 
possible in particular to produce highly complex moldings. This process is 
also known as insert molding. 

From the laminated films of the layers (0), (V) and, if used, (2 H ) and 
(3') it is possible to produce moldings by backspraying or back-casting of 
the laminated films with component (1*), preferably ABS, PC/ ASA, 
PC/PBT or else PP or PE in the case where an adhesion layer is used, 
or with a polyurethane foam, it being possible for the laminated film to 
be thermoformed beforehand, or by laminating a molding comprising one 
of the abovementioned components or a polyurethane foam with the 
laminated film. 

The invention also relates to the moldings comprising shaped laminated 
sheets or films which may have been backsprayed. The moldings of the 
laminated sheets or films are backsprayed or back-cast with component 
(V) or with a polyurethane foam, or a molding of component (1') or a 
polyurethane foam is laminated with the laminated film. 

In this case the moldings are preferably from the automotive sector, and 
in particular are exterior bodywork parts. They can be relatively small 
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automotive exterior bodywork parts, such as mirrors or trim strips, but 
can also be exterior bodywork parts of relatively large surface area, 
examples being wings, hoods, covers, doors and so on. They can also be 
fenders or bumpers. In this case, backspraying with polyurethane has the 
capacity, for example, to lead to fenders or bumpers having very good 
impact-damping properties. 

The moldings can be used in general throughout the automotive sector. 

The moldings according to the invention, especially in relation to 
moldings in which an ABS substrate layer is used, have the following 
advantages: 

lower loss in toughness of the PMMA top layer when the substrate 
layer according to the invention (component 1) is used, in 
comparison to the ABS substrate 

increased scratch resistance of the PMMA layer, which is also 
governed by the substrate layer lying below the top layer 

effective prevention of the formation of cracks in the PMMA top 
layer as a result of the toughened interlayer and/or toughened 
substrate layer 

thinner PMMA top layers can be used without reducing the UV 
stability of the substrate layer 

the moldings have very good properties in respect of low-temperature 
impact strength, elongation at break, scratch resistance and surface 
gloss 
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the laminated sheets or films can be thermoformed with retention of 
gloss even at very high draw ratios (especially in the positive 
thermoforming process) 

cost-effective coloring is possible by coloring the thin interlayer 

depth (flop) effects can be produced in the interlayer, especially when 
it comprises HI-PMMA or polycarbonate 

cost-effective production by the adapter coextrusion process is 
possible, especially when the components selected have similar flow 
properties 

even highly viscous and scratch-resistant PMMA grades can be 
coextruded with other highly viscous components 

moldings comprising polycarbonates in the substrate layer are highly 
resistant to thermal deformation and are particularly impact resistant 

no solvents are used in coloring with the laminated films. 

The invention is illustrated in more detail below with reference to 
examples. 

In the examples, coextruded sheets were employed in which the substrate 
layer was 3.7 mm thick. The interlayer, where used, had a thickness of 
0.25 mm. The thickness of the top layer was 0.05 mm. 

In these sheets various materials were employed, such as PMMA, ABS, 
HI-PMMA and component (1). Component (1) without polycarbonate 
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consisted of a particulate graft copolymer having a graft base composed 
of n-butyl acrylate and a crosslinker, and a graft comprising styrene and 
acrylonitrile units. The graft copolymer was in a matrix comprising a 
styrene-acrylonitrile copolymer. In addition, component (1) was also 
employed with a proportion of polycarbonate as a further matrix 
component. 

The values indicated below, as percentages based on the substrate values, 
were found for the reduction in the penetration energy as a result of 
applying the PMMA layers. Both the top face and the rear face of the 
coextruded sheets were tested by impact. The results are summarized in 
Table 1. 

Table 1: 



Change in the penetration energy as a result of PMMA layers, value in 
%, based on the penetration energy of the substrate 



Sheet made of 


Top face 


Rear face 


PMMAyHI-PMMA/component 
(1) with polycarbonate 


70 


51 


PMM A/component (1)/ 
component (1) with 
polycarbonate 


102 


62 


PMMA/polycarbonate/ 
I component (1) with 
9 polycarbonate 


84 


50 
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PMMA/ABS 



54 



52 



The results of Table 1 show that the sheets according to the invention 
have a penetration energy which is either greater than or only slightly 
less than that of the substrates, comparison being with the sheets based 
on ABS. 



The low-temperature impact strength of corresponding coextruded sheets 
was also investigated. The penetration energy was determined at -30°C, 
with the results shown in Table 2 below. 



Table 2: 



Sheet made of 


Penetration energy [Nm] - 
30°C I 


PMMA/HI-PMMA/component (1) with 
polycarbonate 


21.3 


PMMA/component (l)/component (1) 
with polycarbonate 


26.3 


PMMA/polycarbonate/component (1) 
with polycarbonate 


31.7 


PMMA/component (1) 


10.6 


PMMA/ABS 


6.8 



The results of Table 2 show that the sheets according to the invention 
have a markedly higher penetration energy than the known sheets having 
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ABS as substrate. The three-layer structure in particular leads to 
substantially higher low-temperature impact strengths. 

A measurement was also made of the elongation at break under 
tensile/flexural loading. In this case the elongation at break was 
determined in the lengthwise (1) and crosswise (c) directions relative to 
the original direction of extrusion of the sheets. The results are given in 
Table 3 below. 
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Table 3: 



Sheet made of 


Elongation at 


Elongation at 




break [%] 1 


break [%] c 


PMMAyHI-PMMA/component 






(1) with polycarbonate 








5.9 


4.3 


PMMA/polycarbonate/ 






component (1) with 






polycarbonate 








34.7 


21.3 


PMMA/component (1)/ 






component (1) with 






polycarbonate 








8.1 


8.1 


| PMMA/ABS , 


4.6 


3.8 



The results of Table 3 show that the elongation at break for the sheets 
according to the invention is substanti-ally higher than for the comparison 
sheet. 



The scratch resistance of the novel laminated films was also investigated, 
as follows: 

using a scratch tester, each test sheet was marked with 10 scratches each 
6 m in length at a distance of 1 mm from each other. This was done by 
moving a diamond tip with an acute angle of 120 degrees and a radius 
of 0.2 mm over the sample under a force of 2.6 N. Subsequently, the 
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surface topography normal to the direction of scratching was measured 
using a mechanical scanner (commercial Hommel tester). The depth of the 
marks, measured relative to the surface of the sample, is regarded as a 
measure of the scratch resistance. 

The measurements were made at room temperature, with the results 
indicated in Table 4 below: 

Table 4: 



Laminated films 


Scratch depth 


PMMA/HI-PMMA 
(50 Mm/250 tim) 


0.5 fim 


PMMA/ASA 
(50 /im/450 /xm) 


2.7 fim 


PVDF film 


5.5 



The results of Table 4 show that the scratch resistance for the laminated 
films according to the invention is substantially higher than for the PVDF 
film commonly employed. 

In addition, the surface gloss before and after weathering was measured, 
in accordance with DIN 67530. The results are indicated in Table 5 
below. 

Table 5 



Sheet made of 



unweathered 



after 500 h 
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DM Kvl A J\AJ t>X/f \/f A / 

rMMA/IVll-rMMA/ 

component 


521 1 
Ol . I 


QA 1 i 
84. 1 


PMMA/component (1) 


79.7 


85.4 


ABS 


56.5 


49.5 


Component (1) 


78.1 


69.6 



The results of Table 5 show that the sheets according to the invention 
exhibit a substantially better surface gloss than the sheets which do not have a top 
layer of PMMA. 
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We claim; 
A laminated sheet or film comprising 

(1) a substrate layer comprising - based on the sum of the amounts of 
components A and B and, if used, C and/or D, which totals 100% by 
weight - 

a 1 - 99% by weight of a graft copolymer of 

al 1 - 99% by weight of a particulate graft base Al comprising the 

following monomers: 

all 80 - 99.99% by weight of at least one Cj.g-alkyl ester of acrylic acid as 
component All, 

al2 0.01 - 20% by weight of at least one polyfiinctional crosslinking 
monomer as component A12; 

a2 1 - 99% by weight of a graft A2 comprising the following 

monomers, based on A2: 

a21 40 - 100% by weight of units of styrene, a substituted styrene or a 
(meth)acrylate, or mixtures thereof, as component A21 and 

a22 up to 60% by weight of units of acrylonitrile or methacrylonitrile as 
component A22; 
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the graft A2 consisting of at least one graft shell and the graft 
copolymer having a mean particle size of 50 - 1000 nm, 

as component A, 

b 1 - 99% by weight of a copolymer of 

bl 40 - 100% by weight of units of styrcne, a substituted styrcne or a 

(meth)acrylate f or mixtures thereof, as component Bl, 

b2 up to 60% by weight of acrylonitrile or methacrylonitrile as 

component B2, 

as component B, 

c 0 - 80% by weight of polycarbonates as component C, and 

d 0 - 50% by weight of fibrous or particulate fillers or mixtures 

thereof as component D, 

and 

(3) a transparent top layer of polymethyl methacrylate. 

A laminated sheet or film as claimed in claim 1, additionally comprising 
between the top layer and the substrate layer 

(2) an interlayer of impact-modified polymethyl methacrylate, polycarbonate 
or a molding composition of component (1) as set forth in claim 1 
without polycarbonate, if component (1) contains polycarbonate. 
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3. A laminated sheet or film comprising 

(2') a layer of impact-modified poly methyl methacrylate, polycarbonate or a 
molding composition of component (1) as set forth in claim 1 

5 and 

(3) a top layer of polymethyl methacrylate. 

4. A laminated sheet or film as claimed in any of claims 1 to 3 having an 
overall thickness of from 100 /xm to 10 mm. 

10 

5. A laminated film comprising, in this order, 

(1') a substrate layer comprising a molding compound of component (1) as 
set forth in claim 1, ABS, polycarbonate, polybutylene terephthalate, 
15 polyethylene terephthalate, polyamide, polyetherimide, polyether ketone, 

polyphenylene sulfide, polyphenylene ether or blends thereof, having a 
layer thickness of from 90 to 990 /xm, 

a transparent top layer comprising polymethyl methacrylate, high-impact 
polymethyl methacrylate, ABS, polycarbonate, polyethylene 
terephthalate, styrene-acrylonitrile copolymers, polyamide, polyether 
sulfone or polysulfone, having a layer thickness of from 10 to 100 /*m, 

it being possible for the substrate layer to comprise special-effect 
25 colorants and comprising them if the substrate layer and the top layer 

are composed of the same molding compounds, and the overall 
thickness of the laminated film being from 100 to 1000 /an. 

6. A laminated film as claimed in claim 5, additionally comprising between the 
30 top layer and the substrate layer 



(3') 

20 
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(2 M ) an interlayer of polymethyl meihacrylate, high-impact polymethyl 

methacrylate, ABS, polycarbonate, polyethylene terephthalate, styrene- 
acrylonitrile copolymers, polyamide, polyether sulfone or polysulfone, 
which comprises special-effect colorants and has a layer thickness of 
from 50 to 400 fim. 

7. A laminated film as claimed in claim 5 or 6, additionally comprising, on the 
outer surface of the substrate layer, 

(0) an adhesion layer comprising an adhesion promoter having a layer 
thickness of from 5 to 100 pm. 

8. A laminated sheet or film as claimed in any of claims 1 to 7, the ratio of the 
MFI values of the individual components of the laminated sheet or film being 
not more than 3:1. 

9. A process for producing a laminated sheet or film as claimed in any of 
claims 1 to 8 by adapter coextrusion or die coextmsion of components (0) 
and/or (1)/(1') and/or (2)/(2*)/(2 M ) and/or (3)/(3'), the overall laminate being 
produced in a single-stage process. 

10. A process for producing a laminated sheet or film as claimed in any of 
claims 1 to 8 by laminating films or sheets of components (0) and/or (1)/(1') 
and/or (2)/(2*)/(2") and/or (3)/(3') onto one another in a heatable roll nip. 

1 1 . The use of a laminated sheet or film as claimed in any of claims 1 to 8 for 
producing a molding. 

12. A process for producing a molding from a laminated sheet as claimed in 
claim 1, claim 2 or any claim which relates back to these claims by 
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thermoforming the laminated sheet. 

13. A process for producing a molding from a laminated sheet or film as claimed 
in claim 3, 5, 6, 7 or any of the claims which relate back to these claims by 
thermoforming the laminated sheet or film and backspraying with component 
(1) as set forth in claim 1 or with a polyurethane foam. 

14. A process for producing a molding from a laminated film as claimed in any 
of claims 5, 6, 7, or 8, relating back to any of these claims, by backspraying 
or back-casting the laminated film with component (V) as set forth in claim 5 
or with a polyurethane foam, it being possible for the laminated film to be 
thermoformed beforehand, or by laminating a molding comprising the 
component as set forth in claim 5, or a polyurethane foam, with the 
laminated film. 

15. A molding comprising a shaped laminated sheet as claimed in claim 1, claim 
2 or any claim which relates back to these claims. 

16. A molding comprising a shaped laminated sheet or film as claimed in any of 
claims 3, 5, 6, 7 or any claim relating back to these claims, which is back- 
sprayed or back-cast with component (1*) as set forth in claim 5 or with a 
polyurethane foam, or where a molding comprising component (1') as set 
forth in claim 5, or a polyurethane foam, is laminated with the laminated 
film. 

17. A molding as claimed in claim 12 or 13 in the form of an automotive 
exterior bodywork component. 

18. A laminated sheet or film as claimed in any of claims 1 to 8, wherein a 
transport protection film is applied to the outside of the top layer (3) or (3'), 
respectively. 



